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(54) Cellulose-based fibres for the 
production of non-woven$ 

(57) Cellulose fibres having a low 
wator retention capacity and a low 
water holding capacity as woll as a 
high immersion time, and that aro 
processablo into a non-woven exhi- 
biting as short a droplet penetration 
timo as possible, as low a wot re- 
tention as possible and as slight a 
wetback as possible, contain, (a) as 
mineral fillers, barium sulphate, tal- 
cum, rnuskovlte, or a mixture 
thereof, in an amount of from 1 5 to 
60% of the total fibre mass, end, if 
desired, (b) additionally, hydropho- 
bic, polymor or oligomer sub- 
stances, such as polyethylene, poly- 
propylene, polystyrene, polyacrylic 
acid ester, polyester, polytetrefluor- 
ethylene or waxes, in an amount of 
from 1 to 60% of the total fibre 
mass. The fibres are produced in a 



process in which the mineral fillers 
arid, if desired, the hydrophobic, 
polymer or oligomer substances — 
preferably as an aqueous suspen- 
sion of the same — arc admixed to a 
viscose, and tho mixture Is wet- 
spun. 
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SPECIFICATION 

Improvements in or relating to cellulose-based fibres, in particular for the production of 
non-wovens. a nonwoven comprising such fibres, and a method of producing the fibres 
5 5 
The invention relates to cellulose-based fibres having a low water retention capacity, a high 
immersion time, a low water holding capacity (total capacity), a low absorbent capacity, and a 
content of mineral fillers/In particular for the production of nonwovens, a nonwoven comprising 
such fibres, as well as a method of producing such fibres. 
1 0 Fibres of this kind are primarily used in cover stock for children's napkins, adults' napkins, 10 
sanitary towels, incontinenco towels, bedding linens 3nd similar disposable articles, as well as in 
padding nonwovens. 

It is known, for instance, for Swiss patent No. 487,641 to use carded, binder-containing 
nonwovens of viscose and/or polyester staple fibres for cover stock. In recent times, binding- 
1 5 fibre-bonded nonwovens of viscose, polyester and/or polypropylene staple fibres have gained. 1 5 
more and more importance. According to recent findings, synthetic-fibro-spun nonwovens are 
imonded to be used to a greater oxtont for the above-mentioned field of application. 

In addition to the necessary mechanical data of non-wovens, such as dry and wet tenacities, 
energy at break, bursting strength, stiffness, etc*, special hydrophobic properties have recently 
20 been demanded for covor stock. Based on a number of published works presented in the course 20 
of lectures by EDANA (European Disposables and Non-wovens Association), the following three 
measurable variables of coyer stock are used to determine these special properties: 

—droplet penetration time 

— wet retention 

25 — wetback (stain test). 25 
The droplet penetration time is a measure for the primary wetting of the cover stock and is 
measured in seconds. 



30 



The wet retention indicates the amount of liquid in %, based on the weight of the dry cover 
stock, which is absorbed and retained by the cover stock under the test conditions. 

With wetback, the liquid discharge by the cover stock to a superimposed blotting paper is 30 
determined and as a measured value the stain area is in dicoted in cm 2 . 

On the basis of these test methods for the characterisation of tho hydrophobic properties, as 
short a droplet penetration time as possible, as low a wet retention as possible and as slight a 
wetback as possible are required for cover stock. In general, these conditions are better 
35 complied with by synthetic fibres than, for instance, by viscose fibres, with respect to wet 35 
retention and wetback. In contrast, the primary wetting, which is reflected in a short droplet 
penetration time, is clearly more favourable with viscose fibres than with synthetic fibres. 

The invention has as its object to provide cellulose-based fibres, such as viscose fibres, of the 
initially described kind, which, in particular, are processable into a nonwoven that has all the 
40 above-defined properties. 40 
This object is achieved according to tho invention in that the fibres, as mineral filters, contain 
barium sulphate, talcum, muskovite. or a mixture thereof, in an amount of from 1 5 to 60%, 
preferably 40 to 50%, of the total fibre mass, and, if desired, additionally contain hydrophobic, 
polymer or oligomer substances, such as polyethylene, polypropylene, polystyrene, polyacrylic 
45 acid ester, polyester, pofytetrafluorethylene, or waxes, in an amount of from 1 to 60%, 45 
preferably 25 to 60%. of the total fibre mass. 

The particle size of the mineral fillers contained in the fibres ought not exceed 3 /im. In 
German patent No. 845, 230 it is suggested to add electroosmotically purified kaolin, 
preferably in amounts of from 5 to 10%, to a cellulose solution prior to its formation into 
50 threads or films, yet the addition of kaolin exclusively serves delustering purposes. As waxes, 50 
such of petrochemical, montanistic or synthetic proveniences may be used for the fibres 
according to the invention. 

The portion of mineral fillers and/or polymer or oligomer substances in the fibres according to 
the invention in the first place dependes on the special fibre properties desired in the sense of a 
55 hydrophobic finish. gg 

Advantageously, the fibres contain a mixture of mineral fillers and hydrophobic, polymer or 
oligomer substances in a mass ratio of between 10:90 and 90:10. preferably between 50:50 
and 90:10, with the mixture being particularly contained in an amount of between 1 to 60%, 
preferably 30 to 50%, of the total fibre mass. 

60 According to a further advantageous embodiment, the fibres contain mineral fillers that are 60 
coated with the hydrophobic, polymer or oligomer substances at a mass ratio of between 75:25 
and 99:1. preferably between 85:15 and 95:5. wherein these coated mineral fillers in particular 
are contained in an amount of from 1 to 60%, preferably 25 to 50%. of the total fibre mass. 
While the roduction of hydrophility. with tho addition of mineral fillers, primarily is based on 

65 the fact that the hydrophilic groups of the cellulose forming the fibre structure are reduced in an 65 
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5 mixing ratio of these two components accruing to the invention, depending on the 

S&t'tsS; 35 0< " jec " ,s SUSBensi< "' 01 *• mm °-™° admi « 8d "> ■ *. 

1 0 Preferably, the mineral fillers or the hvdroDhnhir Qnho+^^c . 

suspension with a particle or drop Z TbSS 3 jttTU^^JSIK 
emulgator system. The alkali-stable emulgator system on Se STS »™™ St* 0 " 8 . 

The invention will now be explained in more riM^il hv *u A * u • 



—I 

5 



D: fibre diameter 



10 



15 



20 



$ 25 Thickness swelling [%] - D ~"*» Bbf - ^ ^ ^ 
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fibre mass at 2S*C and 90% 

rel. humidity — fibre mass in 
„ _ the absolutely dry state 
35 Steam absorption [%] ~ L_L _ x 10Q 

fibre mass in the absolutely 35 
dry state 

for the wettability of tho fibres ^ Ik ; n rt£;«L • ' 2 68 ' 7)16 immersion time is a measure 

50 WRV - fit>re m3SS cemrift) B ed ~ fibr » '"ass dry 5Q 

fibre mass dry 

Example 7; 

65 
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Fibre proportios: 
Thre (dtex)/staple length (mm) 1 .7 /40 

Fibre tenacity conditioned (cN/tex) 1 2.2 

5 Fibre elongation conditioned (%) 15.0 

Degree of whiteness (BE) 65,0 

Barium sulphate content (%) 28,0 
WRV according to DIN 53814 (%) • 63.5 
Immersion time according to DAB 7 ($) 3.5 

1 0 WHV according to DAB 7 (g/g) 1 6.5 . 
Absorbent capacity according to Demand- 

Wettabillty-Tost (ml/g) 8.1 



10 



On the addition of 30% of a thermoplastic Heterofil binding fibre (CHISSO ES). the fibres 
1 5 were carded four times and thermally strengthened at about 200X to obtain a uniform 1 5 

distribution. 

Nonwoven properties: 

Droplet penetration time (s) 0 

20 Wet retention (%) 55.0 20 

Wetback (cm 2 ) 53/75 

Without avivation, tho fibres exhibit a vory high fibre-fibre cohesion, which is expressed by a 
high mean maximum cohesion of the sliver and a high value for th© range of cohesion and 
25 slipping: 25 

Mean maximum cohesion of 

the silver (cN/ktex) 45.8 to 62.1 

Range of cohesion and slipping {cN/ktex) 16.8 

30 30 
On account of this high fibre-fibres cohesion it was possible to produce oar sticks from the 
fibres of the invention. Usually, only the highly cohesive cotton has been used for the 
production of ear sticks. 
The fibre according to the invention also exhibits tho property of being ombossable, which is 
35 demanded for the production of cotton round pads for cosmetics. Round pads are punched out 35 
of a nonwoven by means of a special tool the round pads having to have a characteristic 
embossed edge in order to largely prevent fibres from fuzzling off during utilisation of the round 
pads. Usually, only natural cotton exhibits this characteristic property. 

40 Example 2: 40 
It is proceeded in a manner analogous to Example 1 , yet in addition to the barium sulphate 
suspension, 88g of an aqueous emulsion having a content of 39% polyethylene (Polyathylen- 
Dispersion PE 30 from Hoechst) are stirred into the viscose. 

45 Fibre properties: 45 

Thre (dtexj/staple length (mm) 1.7/40 3.3/60 

Fibre tenacity cond. (cN/tex) 10.3 9.9 

Fibre elongation cond. (%) 1 0.5 11.5 

Degree of whiteness (BE) 61.0 63.0 

50 Barium sulphate content (%) 27^8 27.5 50 

Polyethylene content (%) 18.2 18.9 

WRV according to DIN 53814 {%) 57.5 • 52.3 

Immersion time according to* DAB 7 (s) 6.0 5.7 

WHV according to DAB 7 (g/g) 1 5.0 1 5.3 

55 Absorbent capacity according to 55 

Demand-Wettabifity-Test (ml/g) 7.5 7.8 
Nonwoven properties: 

Droplet penetration time (s) 2 1 

Wet retention (%) 51 49 

60 Wetback (cm 2 ) 48/65 43/68 60 

Example 3; 

According to Example 1 , yet with tho addition of 128 g of an aqueous dispersion having a 
content of 30% of a wax-coated barium sulphate (90% Blanc Fixe Micro from Sachtleben and 
65 10% M0BILCER 46 from Mobil) instoad of the barium sulphate suspension, fibres and a 65 
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nonwoven were obtained. 



Fibre properties: 
Thre (dtex)/staplc length (mm) 
S Rbre tenacity cond. (cN/tex) 
Fibre elongation cond. (%) 
Degree of whiteness (BE) 
Barium sulphate content (%) 
Portion extractable with petroleum 

10 ether {%) 

WRV according to DIN 53814 (%) 
Immersion timo according to DAB 7 (s) 
WHV according to DAB 7 (g/g) 
Absorbent capacity according to 

1 5 Dem3nd-Wettability-Tost (m|/g) 
Nonwoven properties: 
Droplet penetration time (s) 
Wet retention (%) 
Wetnback (cm 2 ) 

20 



25 



1.7/40 


3.3/60 


10.5 


10.1 


10.2 


11.0 


64.0 


65.0 


27.5 


2B.0 


3.5 


3.7 


68.9 


44.3 


CO 


00 


0 


0 


0 


0 


43.0 


7.0 


31.0 


24.0 


7/34 


26/57 



Example 4: 

According to Example 1 . yet with the addition of 11 5 g of an aqueous suspension having a 
content of 30% of a talcum (Nairn talcum V 118/2) instead of the barium sulphate suspension 

fibres and a nonwoven having the following properties were produced. suspension. 

Fibre properties: 

Titro (dtex)/staple length (mm) 3.3/60 

Fibre tenacity cond. (cN/tex) 1 0.5 

Fibre elongation cond* (%) \ 2^0 

30 Degree of whiteness (BE) 55*0 

Talcum content (%) 27 3 

WRV according to DIN 53814 {%) 74^2 

Immersion time according to DAB 7 (s) 1.9 

WHV according to DAB 7 (g/g) is!2 
35 Absorbent capacity according to 

Demand-Wettability-Tcst (ml/g) 8.3 
Nonwoven properties; 

Droplet penetration time (s) 0 * 

Wet retention (%) 5g 

40 Wetback (cm 2 ) 42/65 

Exampto S: 

According to Example 1, yet with the addition of 57 g of an aqueous dispersion having a 
as u^uif 2B * m ^metha^«j and 25% butylacrytete (Acrybtdispersion AA 37 from 
45 Hoechst) as well as of 70 g of the barium sulphate suspension according to Examplo 1 fibres 

and a nonwoven were produced. H ' TO 

Fibre properties: 

Titre (dtex)/stapb length (mm) 3 3/60 

50 Fibre tenacity cond. (cN/tex) 1 1 .0 

Fibre elongation cond. (%) j 5*0 

Degree of whiteness (BE) 56 0 

BaS0 4 content (%) <\-j[q 

polyacrylate content (%) 13 8 

55 WRV according to DIN 53B14 (%) 69^0 

Immersion time according to DAB 7 (s) 2 9 

WHV according to DAB 8 (g/g) 14^5 

Absorbent capacity according to 

Demand-Wettabilhy-Tost (ml/g) 7.4 
60 Nonwoven properties: 

Droplet penetration time (s) 2 

Wet retention (%) 53 

Wetback (cm 2 ) 39/61 



65 Comparative Exsmp/e: 
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It was proceoded as in Example 1 . yet without tho addition of barium sulphate. 
Fibre properties: 

Titre (dtex)/cut length (mm) 1.7/40 3.3/60 

5 Fibre tenacity cond. (cN/tex) ' 19.0 18 5 

Fibre elongation cond. (%) 18,5 20 1 

Degree of whiteness (BE) 63 0 62 O 

WRV according to DIN 5381 4 (%) . • 85.0 85^0 

Immersion time according to DAB 7 (s) 2 5 2 2 

10 WHV according to DAB 7 (g/g) 19!o ig'o in 

Thickness swelling (%) 37.0 37*0 
Stoam absorption at 20*C and 

90% rel. humidity (%) 21.0 21.0 
Absorbent capacity according to 

15 Demand-Wettability-test (ml/g) 10.2 10.2 m 

Nonwoven properties: ' *' 

Rbre titre (dtex)/staple length (mm) 
1.7/40 3.3/60 

Droplet penetration time (s) 0 ~o 20 

< Wet retention (%) 151 . 0 65 0 

Wetback (cm 1 ) 73/92 47/71 

iPl 25 „ k "I 1 be seen tbat tho convent »'«»nal viscose fibres obtained according to the Comparative 25 

WU Example, as compared to the fibres of the invention, have a considerably higher WRV a larqelv 

OJ reduced .mme/sion tome, a much higher WHV and a higher absorbent capacity than tho fibres 

according to the invention. 

Nonwovens produced of the fibres according to the invention, as compared to nonwovens 
30 produced of conventional viscose fibres, exhibit a sufficiently short, or equal droplet penetration 30 
time, while, at the same time, having considerably reduced values for wet retention and 
wetback. 

CLAIMS 

35 1. Cellulose-based fibres having a low water retention capacity, a high immersion time, a 35 
low water holding capacity, a low absorbent capacity, and a content of mineral fillers, in 
particular for the production of nonwovens, characterised in that they contain, as mineral fillers 
barium sulphate, talcum, muskovite, or a mixture thereof, in an amount of from 15 to 60% 
preferably 40 to 50%, of the total fibre mass, and, if desired, additionally, hydrophobic 

40 polymer or oligomer substances, such as polyethylene, polypropylono, polystyrene, poly'acrylic 40 
acid ester, polyester, polytetrafluorethylene or waxes, in an amount of from 1 to 60% 
preferably 25 to 50%, of the total fibre mass. 

2 Rbres according to claim 1 . characterised in that they contain a mixture of mineral fillers 
and hydrophobic, polymer or oligomer substances at a mass ratio of between 10:90 and 90- 10 

45 preferably betwoon 50:50 and 90:10. 45 

3. Rbres according to claim 2, characterised in that the mixture is contained in an amount 
of from 1 to 60%, preferably 30 to 50%, of the total fibre mass. amount 

4. Rbres according to claim 1 , characterised in that they contain mineral fillers coated with 
the hydrophobic, polymer or oligomer substances at a mass ratio of between 75:25 Bnd 99*1 

50 preferably of between 85:1 5 and 95:5. * 50 

s 5. Rbres according to claim 4, characterised in that the coated mineral fillers are contained 

in an amount of from 1 to 60%, preferably 25 to 50%, of the total fibre mass. 

6. A nonwoven comprising the fibres according to claims 1 to S, characterised in that, at a 
fibre titre of .1.7 dtex, it exhibits a droplet penetration time of no more than 45 s. a wet 

55 retention of no more than 90% and a wetback of no more than 55/75 cm 2 . * 55 

7. A nonwoven comprising the fibres according to claims 1 to 5, characterised in that, at a 
fibre titre of 3.3 dtex, it exhibits a droplet penetration time of no more than 10 s, a wet 
retention of no more than 45% and a wetback of no more than 40/65 cm 2 . 

*fx - 8 " f J !]? ethod t P«xJudng the fibres according to claims 1 to 5, characterised in that the 

60 mineral fillers and, if desired, the hydrophobic, polymer or oligomer substances or the coated 60 

mineral fillers— preferably as an aqueous suspension of the same — are admixed to a viscose 

and the mixture is wetspun. 

9. A method according to claim 8, characterised in that the mineral fillers and/or 

hydrophobic substances are usod as an aqueous suspension with a particle or droplet size 
65 respectively, of below 3 ftm, in the presence of an alkali-stable emulgator system 65 



25-APR-2006(DI) 16:34 RENTSCH & PARTNER (FAX)+41 1 225 70 80 S. 010/010 



> 

O 
O 

Hi 

— i 

I 



LU 
CD 



6 



GB21210B9A 6 



examples!^ SUbstamial,y 8S horeinbeforo described with reference to the occompanying 
example^ " OnW0Ven Substamia "* as ^-before described with reference to the accompanying 
5 examples. meth ° d SUbstant:a "* as hereinbefore described with reference to the accompanying 5 
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